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and the degree to which it has been subsequently drawn-Such a defective piece of card clothing is represented by Fig. 39, and as part of this waste material is used in machine shops for cleaning dirty or " pitted" files, etc., the reader may be interested in making comparative hardness tests on its darker and lighter shaded parts.art of a minute. This means tha."t within a period of time of just over half a second ttxe wire is brought up to red heat, and the laminse in its pearlite areas must inter-diffuse if complete hardening in the oil bath is to take place. Obviously the time
